PATENT 

Attorney Docket No. 60044.005 8USC4 

100. (New) A composition for treating tree derived products, comprising: 

at least one short chain polyalkylene glycol having an average molecular weight of 
between about 200 and about 400; 

at least one short chain alkylene glycol; 

a glycol soluble boron containing compound; and 

water. 

101. (New) The composition of Claim 100, wherein the boron is included in an 
amount effective to prevent or eradicate infestation. 

102. (New) The composition of Claim 100, wherein the polyalkylene glycol is 
polyethylene glycol. 

103. (New) The composition of Claim 100, wherein the alkylene glycol is propylene 

glycol. 

104. (New) The composition of Claim 100, wherein the alkylene glycol is ethylene 

glycol. 

105. (New) The composition of Claim 100, wherein the boron containing compound 
is selected from the group of borax, boric acid, potassium, ammonium and sodium salts of 
boric acid, boric oxide and disodium octaborate tetrahydrate. 

106. (New) The composition of Claim 100, wherein the composition has a viscosity 
that allows application by low pressure spraying, high pressure spraying, brushing, or misting. 
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107. (New) The composition of Claim 100, wherein the water is included in an 
amount between about 0.5 and about 10 times the combined volume of the polyalkylene 
glycol, alkylene glycol, and boron containing compound. 

108. (New) The composition of Claim 107, wherein when the composition includes 
water in an amount about 10 times the combined volume of the polyalkylene glycol, alkylene 
glycol, and boron containing compound, the composition includes approximately 1% 
equivalent boron content by weight. 

109. (New) The composition of Claim 107, wherein the composition includes water 
in an amount about 5 times the combined volume of the polyalkylene glycol, alkylene glycol, 
and boron containing compound. 

1 10. (New) The composition of Claim 100, wherein when the composition includes 
approximately 1% equivalent boron content by weight. 

111. (New) The composition of Claim 100, wherein the water is included in the 
composition after the polyalkylene glycol, alkylene glycol, and boron containing compound 
have been combined. 

1 12. (New) The composition of Claim 111, wherein the boron containing compound 
is disodium octaborate tetrahydrate, which is present in an amount of between about 20% and 
about 50% by weight before the water is included in the composition. 

113. (New) The composition of Claim 111, wherein boron is present in an amount of 
between about 4% and about 10.5% by weight before the water is included in the 
composition. 
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114. (New) The composition of Claim 100, wherein the water constitutes 
approximately 74% by weight based upon the total weight of the composition. 

1 15. (New) The composition of Claim 100, wherein the water is included in an 
amount of between about 8.8 parts per one part boron to about 85.5 parts per one part boron. 

1 16. (New) The composition of Claim 1 15, wherein the water is included in an 
amount of between about 42.7 parts per one part boron to about 85.5 parts per one part boron. 

1 17. (New) The composition of Claim 100, wherein the glycols include from about 1 
part of polyalkylene glycol to about 1 part of alkylene glycol to about 1 part of polyalkylene 
glycol to about 20 parts of alkylene glycol. 

118. (New) A composition for treating tree derived products, comprising: 

a polyethylene glycol having an average molecular weight of between about 200 and 
about 400; 

an alkylene glycol selected from the group of propylene glycol and ethylene glycol; 

a glycol soluble boron containing compound selected from the group of borax, boric 
acid, potassium, ammonium and sodium salts of boric acid, boric oxide and disodium 
octaborate tetrahydrate; and 

water. 

1 19. (New) The composition of Claim 118, wherein the boron is included in an 
amount effective to prevent or eradicate infestation. 
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